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1270 ABERDEEN 
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2 
J OUR JOB NO 
J0171922 
J SHIPPING MEMO 
0381189 
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DWG 
iSSUE 


MAT. REL. NO . 


H/N# 413490A4 


NAME 


STEP SPACER' 
. 
II 
_...,;a,;.,;;, __ 
•••••• __ 
lJ 


REV 
PART NUMBER 


SUPPLIED BY 


SAMUEL 
/ KAISER 
ALUMINUM 
n 


__ 
P_O_OO_O_O_50_2_2_JD30651 


MATERIAL 


. AL 2024-T3 (QQ-A-250/4) 
J 


ITEM 
,QUANTITY 
PURCHASE 
ORDER 
..:J 
250 PCS J 


_. 


_____ 
--J 
I 
.J 
J 
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J 
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...1 


RELEASE 
'" OTE # 
CONF2!~MS J 
PROCESSOR 
GFI 
-J 


JJ 
J_----A 
J_----~ 
J_-----J-- 
J~J 
J_----A 
J_-------J 
J __ 
----J 


PROCESS 
FIRST ARTICLE 
INSPECTION 
REPORT 
ON FILE 


8 


7 
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5 


3 


2 
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WE HEREBY CERTIFY ALL THE PARTS COVERED 
BY THIS CERTIFICATE 
HAVE 
BEEN MANUFACTURED 
FROM 
MATERIAL 
S jPPLlED 
ON RELEASENOTE SHOWN ABOVE 
AND 
THAT ALL PARTS HAVE 
BEEN INDIVIDUALLY 
INSPECTED 
AND 
CONFORM 
Te 
THE 


ORA WINGS AND 
PURCHASE 
ORDER 
REFERENCED 
ABOVE. 


DATE 
14 DECEMBER 
2007 J 


.1. 


lES IIIETAUX 
SPECIAIIS~ 
b"3 : 1::Ii I I I :::p, 


Programme 
d'Assurance Quallte Enregistre 
/ Registered Q.A. Program 
ISO 9001:2000 
AS9100 


LETTRE DE CONFORMITE -LETTER 
OF COMPLIANCE 


Date: 
20 NOVEMBRE 2007 


Company Name: 
Address: 
City: 
Zip Code: 


G.F.J. Division of Thomas & Betts limited 
180 avenue Labrosse 
Pointe Claire, Que. 
H9R 1A1 


# du client: 
72573 
Customerts order #: 


# de commande 
SSMQ: 
SSMQts Order #: 


873720 


La presente est pour certifier que Ie materiel detaille ci-dessous est conforme aux exigences de votre 
commande et des normes du grade tel que decrit: 


The following is to certifY that the material listed below meets your order requirements and grade standards 


a<; described: 


Notre/Our 
Item # 
1 


11de 
pieces! 


11 of 
ieces 
5 


Epaisseur/Grandeur 
Gua e/Size 
.040" X 48" X 144" 


LotlHe;tl 


3490A4~ 


Bien it vous, 
Yours truly, 


L!<.~I.! c:;;~.¥L41 


--'"c 
',>" 
I' d .71t t~. 
ommls 
CI 
a mm s ra Ion. 
Administration 
Clerk. 


LES METAUX SPECIALISES 
SAMUEL, 21525 CLARK-GRAHAM. 
BAlE d:URF~, 
QUEBEC 
H9X 3T5 
TEL: 514-457-3399 
SAMUEL SPECIALITY METALS, 21525 CLARK-GRAHAM, 
BAlE D'URFE, 
QUEBEC 
H9X 3T5 
FAX: 5l4-457.9393 
LET DE. COM 12/0L04 


. . 


SHIP TO: 
SAMUEL 
MISSISSAUGA 
2360 DIXIE ROAD 
MISSISSAUGA, 
ON, CA L4Y1Z7 


SOLO TO: 
(SAMUEL 
MISSISSAUGA 
2360 DiXIE ROAD 
MISSISSAUGA, 
ON, CA L4Y1Z7 


.KAISER 
ALUMINUM 
Trentwood Works 
m Spokane, WA 99215 
Phone: (800) 367-2586 


CERTIFIED TEST REPORT 


Serial Number 
4107888 


CUSTOMER PO NUMBER: 
CUSTOMER PART NUMBER 


MILL FINISH_COIL 


LENGTH: 


0.000 IN 


SHIP RUNlLOAO 10: 
OOV'T CONTRACT NUMBER: 


CLAO: 


BARE 


GAUGE: 


0.0400 IN 


ALLOY: 


2024 


1 PCS EST. 


N20042 


KAISI:R 
ORDER NO; 


1055568 


WEIGHT SHIPPED: 


4385 LB 


certified Specifications 


AMS 4037/RevN 
CMMP 019/RevD 


Test Code: 1504 


AMS-ao-A-250/41RevA 
CMMP 025JRevR 


Test Results 


ASTM B 209/Rev06 


lot: 413490A4 
Cast 392 
PropOS 
Ingot 3 


(ASTM E8/8557) 
Tensile: 
Temper 
T3 


Dir/ # Tests 
LT 12 (Min:Max) 
Ultimate KSI (MPA) 
68.4: 69.0 
(472: 476) 


Yield K$I (MPA) 
47.5: 47.9 
(328: 330) 


Elongation % 
16.6: 17.7 


(ASTM E1251) 
Chemistry: 
SI 
FE 
CU 
MN 
MG 
CR 
ZN 
TI 
V 
ZR 
OTHER 


Actual 
0.10 
0.22 
4.6 
0.54 
1.3 
0.02 
0.21 
0.01 
0.01 
0.01 
TOT 
0.03 


ALLOY UMITS 


Chemistry: 
SI 
FE 
CU 
MN 
MG 
CR 
ZN 
TI 
V 
ZR 
OTHER 
MAX 


2024 MIN 
0.00 
0.00 
3.8 
0.30 
1.2 
0.00 
0.00 
0.00 
0.00 
0.00 
EACH 
0.05 


MAX 
0.50 
0.50 
4.9 
0.9 
18 
0.10 
0.25 
0.15 
0.05 
0.05 
TOT 
0.,5 


Aluminum 
Remainder 
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KAISER AlUMINUM 
FABRICATEO 
PROl>VCTS, 
llC 
(KAISER) HEREBY CERTIFIES 
THAT lolETA\. 
SHIPPED UNDER THIS ORDER WAS MELTED N«J 
~UF..cTURED 
IN THE U.S.A. 
AND HAS BEEN INSPEClHl. 
TESTED. AND fOUND 
IN CONfORMANCE 
WITH THE REOUiREMelTS 
OF THE APPUCABLE 
SPECIFICATIONS 
AS INDICATED HEREIN. 
ALL METAl. \','HiC i 
IS SOl.UTION HEAT. TREATED COMPLIES WITH AMS 2n2. ANY WARRANTV 
is LIMITED TO THAT SHOWN ON KAISER'S 
STANDARD 
GENERAL TERMS AND CONDITIOHS OF SALE. 
TEST REPOflTS 
ARE ON FILE. SUBJECT TO EXAMINATION. 
TEST REPORTS 
SHALl. NOT BE REPRODUCED 
EXCEPT IN FULL. WITHOUT 
THE WRITTEN APPROVAl 
Of 
I<AJSER 
ALUMINUM FABRICATED 
PRODUCTS. 
LLC lABORATORY. 
THE RECORDING 
OF FAlSE. 
FICTITIOUS. OR FRAUOUlANT 
STATEMENTS 
OR ENTRIES ON THE CERTIFICATE MAY BE 
PUNiSHED 
AS A FELONY UNDER FEDERAL lAW. 
150-9001:2000 
CERTIAED 


BILL POYNOR, 
LABORATORIES 
SUPERVISOR 
iJ~f4--- 


